CHAPTER XXII

PART I
ENGLISH CHROME-VANADIUM STAITOARD STEEL "V."

THIS standard was analyzed by twenty-five English and three
American laboratories. The reports were handed in blind.
Nothing more was heard of the matter until the printed report
was mailed to the co-operating chemists together with a very
generous portion of this valuable standard (October, 1919).

It is interesting to note just how closely the three American
chemists came to the general average of all of the results:

LABORATORY:

U.    S.   Bureau   of %C
Standards.......0.559

0.152

0.170
Baldwin Locomotive

Works..........0.563    0.174

CRUCIBLES STEEL Co. OF AMERICA:
(Park Works Lab.)   0.554   0.170

General  Average of

AII Laboratories.. 0.548    0.161

%S     %P    %Mn  %Cr    %V
0.059   0.028   0.534    0.859    0.278

0.060
0.059

0.064

0.021   0.532   0.890   0.270

0.024   0.540   0.860    0.275

0.065

0.063   0.024   0.542   0.861    0.273

Of course, Park Works results were obtained by the methods
as given in the foregoing pages- See copy of Ridsdale & Co.'s
report, page 530.
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